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greatly reduce the initial dimensions of the ingot or billet, the resulting
structures almost always belong to the types characterized by either
columnar or lamellar ferrite.

Even during the development of the phenomena of the fourth group
of Sec. 168 the phenomena of the second group continue, and for the
same reasons which we have already studied. The effects of such
phenomena of "orientation" in the primary crystalline elements and
their colonies add to the effects of forging.